05699-041 STANDARD WINDSHIELD. LH D5699-042 STANDARD WINDSHIELD, RH 


NOTES: 
1) MATERIAL: STRETCHED ACRYLIC PER MIL-PRF-25690B, 0.177" THK 
THERMOPLASTIC POLYURETHANE, 0.075" THK 
TUFFAK/MAKROLON UC (POLYCARBONATE), 0.177" THK 
2) FINISH: APPLY LPI AEROCOAT 107P HARDCOAT (INSIDE SURFACE) AND LPI AEROCOAT 110 HARDCOAT (OUTSIDE SURFACE) 
Метан E R ORPA CLOTH USING ACRYIC RESIN PS-18/WELDON 28 (OUTSIDE) AND PR1425 (INSIDE) PER "D5699-041 BF" (LH) 
"D5 Ж " 
3) TOLERANCES: РЕК DART ОЗІ 018 UNLESS OTHERWISE NOTED 
4) UNITS: INCHES UNLESS OTHERWISE NOTED 


| 594 
5) BREAK SHARP EDGES: ALL TRIMMED SURFACES MUST HAVE FINISH 
6) IDENTIFICATION: SANDBLAST IDENTIFICATION USING 0.125" LETTERS IN LOCATION SHOWN (MAX 0.005" DEEP): 
D5699-04X (P/N) 5М XXX (S/N) 


1 9 02 1 9 THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL AND IS SUPPLIED ON THE EXPRESS CONDITION THAT IT IS 
. . МОТ TO BE USED FOR АМҮ PURPOSE OR COPIED OR COMMUNICATED ТО АМҮ OTHER PERSON WITHOUT 
WRITTEN PERMISSION FROM DART AEROSPACE LTD. 
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FOR WITHIN 1" OF THE WINDOW PERIMETER, WHICH IS NON-OPTICAL 


7) WEIGHT: 36+3 Ib ОЗАВА оро САВЕ ЭВ 
+ 5 

8) FORM РЕК LPI PROCESS "05699" USING ІРІ FORMING TOOL "05699-041 ЕМ" (LH) OR "05699-042 ЕМ" (RH) RESPECTIVELY /- 

9) CURE ASSEMBLED WINDSHIELD IN AUTOCLAVE PER LPI PROCESS "D5699" DART AEROSPACE LTD A 

10) FINAL TRIM/DRILL PER LPI DRILLING TOOL "D5699-041 TDJ" (LH) OR "D5699-042 TDJ" (RH) RESPECTIVELY а ааа 

11) EXTREME CARE MUST ВЕ TAKEN МОТ ТО DAMAGE THE SURFACE ОЕ THE WINDOW d шы ; 

12) ACCEPTANCE CRITERIA: > DRAMNG NO REV. A 
A) MINIMUM THICKNESS AFTER FORMING/LAMINATING IS 0.400" , о STANDARD WINDSHIELD неет 1 оғ2 
В) CONTOUR: MUST FIT "05699-041/-042 ВЕ" WITH А МАХ САР OF 0.060" АТ THE TRIM LINE WHEN Ý TE nT 

NO MORE THAN 30 LB WEIGHTS ARE APPLIED EVERY 6" ON THE PERIMETER Q ТЕ 
С) DISTORTION: INSPECTOR ТО VIEW THRU PART. МО MORE THAN 2 X 0.25" DEFECTS IN А CIRCLE WITH A 6.77" RADIUS. Q, |DEAPPR. | 05= - D5699 | NTS 
WINDOW MUST HAVE MAXIMUM DISTORTION OF 1:12 SLOPE WITH WINDOW IN INSTALLED POSITION (AS SHOWN) EXCEPT < [DATE COPYRIGHT © 2019 BY DART AEROSPACE LTD 
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DART AEROSPACE LTD A 
HAWKESBURY, ONTARIO, CANADA 
DRAWING NO. REV. А 
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